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MaodpereHHe othochtcr k ^epHofl Merajuiyp- 

XpOMKCTUX « ApyPMX KOMEUI€K€HO-JleTHpOB£ii- 

hmx BepjKaseioittHx crajieft, b toy Macne viem- 

-pOMHHUX TMT8HOM. 5 

HaBeCTHuft cnocoG nwiyMCHH* HepataBeiomefl * 
xpo*coAepjKaiuefi cTa^iH Bwno<ueT • a ce<5a pac- 
o/ia&veHHe ujhxtu, oteayrjiepoawBaHHe pac- \ 
miaaa, pacKHcneuHe, /lerHpoaaHMe. h aunycK 
rwaBKH b koboi noA nq>ftH*»HWM tuaaKOM. B bah- 10 
Hy no xoay imaBKH bboaht OKHoihi Mapranua. 
OcHOBUOCTb utnaKa aepea BhinycKOM jLnaBKH hs 
ne«H yBeoHqHBawT nyTeM npiicaaKn : MapraKi^ 

B0 * HJlH x P° MIICTOfi PXA" h H3BCCTH, flawee coaepacamix cra^eft ^tM^wo HicjibDoaft * 

Tajui *epe3 cronopHoe oTBepctHe nepe^HBaiOT 15 aaora Wn^a n«n B /TT™? -*H£*opojia. •< 
bo atopoA kobiu, rue npOBoiflt JierHponaHHe ^ ^ 
JiencooKKCftAiotitHMHCH aSieMaHTaMH, BanpwMep «W" 

awiaK. OiwaKo axoV onoco6 xapaKTeDH3veTCfl iV;^^^ 

. Ha as 
/..pejWBOM 

H3B/ie4eHHH xpoMa. Ma pr am ,a H HHKeVH B-no '^^^pfiS^S^M^^^^-^' 
auiueMHe npoRSBOAHT^kHoeiH ■ CT aJJ €n^aawu^..,i:.I i-nQ^ySkSpM^^ 0 "* " a3070M " 
Horo arperaia ' • T 4 : 5 •"JvPraywaraii • aHa^Msa npo6 Mertuuia, 

lera- h uu,aK npoAyoaiOT mtcpTHbiu rase. .e^^T^S^S™^ 



BunycK rwaBKK cw:yutecTBJiflipt: ilen6cj>fta«^ft^- 
110 b cravxejpa^iiBOHHuft kobid iipH ocwialtfotrff 
UJiaita hc -chcc i»3 c oimbBpeiieHHMM ^ermD- 

BBHH€M M^rajJJia THTaHOM, 

Bun^iasKa creuriK no HOBOKy cnoco6y aatuiib- 
MaeTca b v : . CAeAyKHUeu . B craienjiaBMMy» 
neqt aarpyrcaioT MCTa^jiHHecKyio wHXTyi xpt> ; 
MpByw pyiiy, gkhcau njtn Kap6oHa T bi Mapraeiia 
nocHOBHbie uuiaKoo6pa3yiowHe MaTepnajiM. 3a* 
xeM b oChWHOM nopjiUKe pacanasjiHior u (XSeayr- 
Jiepo)KflBaiOT paconaB. llpH *tom flpoAysxy 

^pOHSBOAHt KHCflOpOAOM HJJH QMeCbtO KHOlOpo- 

v fta a Hefltpajibaoro. raaa. a npa BwaaaBKe aacxr- 
coiiepMcmuix cra^ieftjr^-- cMecwo xHCJiopojiB •< 



, BaaHy. n pHca )kji aa wx^^craijoBBT^Aii^ .\ 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1 .3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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